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(54) Nickel aluminide coating systems 

(57) A coating system (20) for articles used in hostile 
thermal environments, such as turbine, combustor and 
augmentor components (10) of a gas turbine engine. 
The coating system (20) of this invention employs a Ni- 
Al-based intermetallic coating (24) containing 30 to 60 
atomic percent aluminum so as to be predominantly of 
the p-NIAI phase, but also contains alloying additions 



intended to increase the creep strength of the coating 
(24), and optionally contains alloying additions to getter 
impurities, increase fracture resistance, and promote 
oxidation resistance. For this purpose, the coating (24) 
preferably includes additions of chromium, titanium, tan- 
talum, silicon, hafnium and/or gallium, and optionally 
contains additions of calcium, zirconium, yttrium, 
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Description 

[0001] This invention relates to coatings of the type used to protect components exposed to high temperature envi- 
ronments, such as the hostile thermal environment of a gas turbine engine. More particularly, this invention is directed 
to a predominantly beta (P) phase NIA! coating deposited by physical vapor deposition, wherein the coating Is alloyed 
to exhibit enhanced strength and composition stability, and as a result Is useful as a bond coat for a thermal insulating 
ceramic layer. 

[0002] Higher operating temperatures for gas turbine engines are continuously sought in order to Increase their 
efficiency. However, as operating temperatures increase, the high temperature durability of the components of the 
engine must correspondingly increase. Significant advances in high temperature capabilities have been achieved 
through formulation of iron, nickel and cobalt-base superalloys, though such alloys alone are often inadequate to form 
components located in certain sections of a gas turbine engine, such as the turbine, combustor and augmentor. A 
common solution is to protect such components with an oxidation-resistant coating or a thermal barrier coating (TBC). 
Diffusion coatings, such as diffusion aluminides and platinum aluminides, and alloys such as MCrAlY (where M is iron, 
cobalt and/or nickel) have been widely employed as environmental coatings and as bond coats for thermal barrier 
coatings on gas turbine engine components. 

[0003] To be effective, thermal barrier coatings must have low thermal conductivity, strongly adhere to the article, 
and remain adherent throughout many heating and cooling cycles. The latter requirement is particulariy demanding 
due to the different coefficients of thermal expansion between materials having low thermal conductivity and superalloy 
materials typically used to form turbine engine components. Thermal barrier coating systems (TBC systems) capable 
of satisfying the above requirements have generally required a bond coat, such as the above-noted diffusion and 
MCrAlY coatings. Ceramic layers formed of metal oxides such as zirconia (Zr02) that Is partially or fully stabilized by 
yttria (Y2O3), magnesia (MgO) or other oxides, have been widely employed as materials for thermal barrier coatings. 
The ceramic layer is typically deposited by air plasma spraying (APS), low pressure plasma spraying (LPPS), or a 
physical vapor deposition (PVD) technique, such as electron beam physical vapor deposition (EBPVD) which yields a 
strain-tolerant columnar grain structure. 

[0004] The aluminum content of the above-noted bond coat materials provides for the slow growth of a strong ad- 
herent continuous aluminum oxide layer (alumina scale) at elevated temperatures. This thermally grown oxide (TGO) 
protects the bond coat from oxidation and hot corrosion, and chemically bonds the ceramic layer to the bond coat. 
However, a thermal expansion mismatch exists between the metallic bond coat, alumina scale and ceramic layer, and 
tensile stresses generated by this mismatch gradually Increase over time to the point where spallation can occur at 
the interface between the bond coat and alumina scale or the interface between the alumina scale and ceramic layer. 
Furthermore, though bond coat materials are particulariy alloyed to be oxidation-resistant, the surface oxidation and 
interdiffusion (with the substrate) that occurs over time at elevated temperatures gradually depletes aluminum from 
the bond coat. Eventually, the level of aluminum within the bond coat can become sufficiently depleted to prevent 
further slow growth of the protective alumina scale and to allow for the more rapid growth of nonprotective oxides, the 
result of which again is spallation of the ceramic layer. In addition to depletion of aluminum, the ability of the bond coat 
to form the desired alumina scale can be hampered by the interdiffusion of certain elements between the superalloy 
and bond coat, such as during formation of a diffusion alumlnide coating and during high temperature exposure. 
[0005] From the above, it is apparent that the service life of a TBC system is dependent on the bond coat used to 
anchor the thermal insulating ceramic layer. Consequently, considerable research is directed to Improved bond coats 
for TBC systems, including efforts directed toward the use of oxidation-resistant materials other than diffusion coatings 
and MCrAlY alloy coatings. One example Is bond coats formed of an overiay (i.e., not a diffusion) of beta (p) phase 
nickel alumlnide (NiAl) intermetallic, whose composition is about 50 atomic percent (about 30 weight percent) alumi- 
num, the balance being nickel. In the past, gas turbine engine components formed of NiAl intermetallic have been 
proposed. For example, advanced NiAl intermetallic alloys are reported In commonly-assigned U.S. Patent Nos. 
5,116,438, 5,116,691 , 5,215,831 and 5,516,380 as suitable for forming gas turbine engine components. These patents 
are primarily concerned with including alloying additions to the NiAl intermetallic for the purpose of improving high 
temperature mechanical strength and low temperature ductility, neither of which has been previously of particular con- 
cern for TBC bond coats, since bond coats are deposited as sacrificial layers on the outer surfaces of components and 
do not contribute to the strength of the components. 

[0006] NiAl Intermetallic has also been proposed as an environmental coating In U.S. Patent No. 4,61 0,736 to Barrett 
et al., In which additions of about 0.05 to 0.25 weight percent zirconium were shown to improve the cyclic oxidation 
resistance of the intermetallic, though whether such a coating could be used as a bond coat for a TBC system was not 
reported or evident. More recently, in commonly-assigned U.S. Patent Application Serial No. 08/932,304 to Darolla, a 
p-phase nickel alumlnide bond coat containing a limited amount of zirconium and/or other reactiye elements such as 
hafnium, yttrium and cesium. Is reported to promote the adhesion of a ceramic TBC layer to the extent that the service 
life of the resulting TBC system Is drastically increased. 
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[0007] As with Barrett et al.. Darolia teaches that additions of zirconium and other reactive elements serve to promote 
the oxidation resistance of p-phase NiAl intermetallic. Darolia also teaches that minimizing the diffusion zone between 
a NiAl bond coat and its underlying substrate promotes the formation of an Initial layer of essentially pure aluminum 
oxide, promotes the slow growth of the protective aluminum oxide layer during service, and reduces the formation of 

5 voluminous nonadherent oxides of substrate constituents that tend to diffuse into the bond coat, such as nickel, cobalt, 
chromium, titanium, tantalum, tungsten and molybdenum. As such, Darolia teaches that NiAl bond coats can perform 
extremely well as a bond coat for a TBC if properly alloyed and deposited to contain only NiAl intermetallic and zirconium 
or another reactive element. Notably, Darolia subscribes to the conventional wisdom that alloying additions of chromi- 
um, titanium and tantalum to a bond coat detrimentally encourage the growth of alumina scale, leading to reduced 

'fo spallation life of a ceramic layer on the bond coat. Consequently, it is apparent that the alloying requirements of a NiAl 
coating differ from that of NiAl articles, such as those of previously-mentioned U.S. Patent No. 5,516,380. 
[0008]. Even with the advancements of Darolia, there remains a considerable and continuous effort to further increase 
the service life of TBC systems by improving the spallation resistance of the thermal Insulating layer. 

15 SUMMARY OF THE INVENTION 

[0009] The present invention generally provides a protective coating for articles used in hostile thermal environments, 
such as turbine, combustor and augmentor components of a gas turbine engine. The method is particularly directed 
to increasing the spallation resistance of a thermal barrier coating (TBC) system with a predominantly p-phase NiAl 

20 bond coat. According to the invention, an unexpected improvement in spallation resistance is achieved with p-phase 
NiAl bond coats alloyed to exhibit increased creep resistance, fracture toughness and fracture energy as compared to 
prior art p-phase NiAl environmental coatings and. TBC bond coats. What is unexpected is that increased spallation 
resistance is achieved with alloying additions known to reduce the oxidation resistance of a NiAl bond coat. 
[0010] As part of a TBC system, the NiAl bond coat of this invention adheres a thermal-insulating ceramic layer to 

25 a substrate, typically a superalloy article. As with prior art aluminum-containing bond coats, the bond coat of this in- 
vention develops a continuous aluminum oxide surface layer (alumina scale) that promotes the adhesion of the ceramic 
layer to the bond coat. The alumina scale is grown on the bond coat by heat treatment prior to deposition of the bond 
coat or during deposition of the ceramic layer. 

[0011] As a p-phase NiAl intermetallic, the bond coat of this invention contains 30 to 60 atomic percent aluminum 
30 so as to be predominantly of the b-NIAI phase. As noted above, a key feature of this invention is that the bond coat 
also preferably contains alloying additions of elements that increase the creep strength of the bond coat, the result of 
which has been an unexpected improvement in spallation resistance of a TBC deposited on the bond coat. Of particular 
note is the inclusion of chromium, titanium, and/or tantalum - the improved spallation resistance resulting from these 
alloying additions is contrary to conventional wisdom that alloying additions of these elements detrimentally encourage 
35 the growth of alumina scale and reduce spallation life, as reflected in the aforementioned U.S. Patent Application Serial 
No. 08/932,304 to Darolia. However, according to this invention, the increased creep resistance, fracture toughness 
and fracture energy of a NiAl bond coat achieved by suflFicient alloying additions of chromium, titanium and/or tantalum 
unexpectedly more than compensates for the reduction in oxidation resistance of the bond coat that occurs as a result 
of the presence of these elements, so that the net effect is an increase in the life of a TBC on the bond coat. Chromium 
40 additioris have been unexpectedly shown by this invention to reduce the growth rate of the bond coat and of the 
interdiffusion layer between the bond coat and its substrate, and therefore is a preferred alloying constituent of this 
invention. 

[0012] The bond coat optionally contains alloying additions to getter impurities that might diffuse into the bond coat 
fronh its underlying substrate, and preferably also contains one or more elements to promote the oxidation resistance 

45 of the bond coat. In particular, the NiAl bond coat of this invention may contain silicon to promote the oxidation resistance 
of the bond coat, and/or calcium to getter impurities in the bond coat. The NiAl intermetallic may also contain hafnium 
and/or zirconium to promote the oxidation resistance and creep resistance of the bond coat, and/or hafnium, zirconium 
and/or yttrium to promote oxide pegging, and/or calcium, hafnium, zirconium and/or yttrium to getter Impurities In the 
bond coat. The NiAl intermetallic may also contain gallium and/or Iron to promote the fracture resistance of the bond 

50 coat. 

[0013] In addition to promoting the spallation resistance of a TBC, certain coating compositions of this invention are 
also believed to be sufficiently oxidation resistant to survive numerous cycles after spallation of the TBC has occurred. 
Accordingly, in addition to being suitable as bond coats for TBC systems, these protective p-phase NiAl compositions 
also have application as environmental coatings. 
55 [0014] Other objects and advantages of this invention will be better appreciated from the following detailed descrip- 
tion. 
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DESCRIPTION OF THE DRAWINGS 



[0015] 



Figure 1 is a perspective view of a high pressure turbine blade; 

oi^LTH■'^''"°"^' J''^'' °^ '"^ "'^''^ °^ '''^"'•^ 1 ^'°"9 line 2-2. and shows a thermal barrier coating 
system on the blade in accordance with an embodiment of this Invention: 

blSTriS ^rn ? "'"f f""^3<^e cy<='e test spallation perfomiance of various NiAl intemietallic 

bond coats. >nciud.ng those whose compositions are in accordance with the present invention; and 

Figure 4 is a graph illustrating the relative coating growth that occurs during high temperature exposures of NIAI 
mtermetalhc bond coats and bond coats whose compositions are in accordance with L presentTnvenWon 

DETAILED DESCRIPTION OF THE INVENTION 

ZVlr,.^JZ^r^ '""T""" ^^"^'^"^ applicable to components that operate within environments characterized 

pLmnil? ^ ^ K ^""^ ""''j^'^*^^ ^° th^^'^^' and thermal cycling Notable 

examples of such components include the high and low pressure turbine nozzles and blades shrouds imbustor 

in Figure 1 The blade 10 generally includes an airfoil 12 against which hot combustion gases are directed durina 
operation of the gas turbine engine, and whose surface is therefore subjected to severe attack by Sfda i^S 'os on 

the ZTl 0 c: f °" " 'T"' *° ^ '^'^ ='^°-"> ^ 14 formed on a"S 2;*rrof 

S n^h! in' wk?"!k ^^T^^^ P'^"^"' '""^ 12 through which bleed air is forced to transfer heat fram 

To sholn % T ^'l"""*^^^^ °' '""'^ v.ili be described with reference to the high pressure turtJne Jade 

10 shown n Figure 1. and particulariy nickel-base superalloy blades of the type shown in Figure 1 the teaSs of 

rrnrmr^vrnr^^^^^^^^ 

Tn^n i" ^'Z''' ^ " ^ ^^^^"^ 2° *yP« frof" the teachings of this Invention As 

S brtratl L JhTH' ^n^"" ^ ^'"'"''^ '^^"^ *° ^l^^ '"^^^ ^"'^^t^-te 22 wi^h a bond coat 24 The 

a ttSn^n^ ? "^^^'^""^ ^ high-temperature material, such as an iron, nickel or cobalt-base superalloy. To 
siTon fUr;?ourlS' 7"' V" f T'^'- ""'■"'"'^ '^y^^ 26 is preferably deposited by physical vapor dep^ 
^iriritl?" H ^ other deposition techniques could be used. A preferred material for the ceramic layer 26 is a^ 
yttna-stabilized zircon.a (YSZ). with a suitable composition being about 4 to about 20 weight percent yJria thouqh 
other ceramic matenals could be used, such as yttria. nonstabilized zirconia. or zirconia sibiHzed by Verra (CeS 
scandia(Sc^03)orotheroxides.Theceramiclayer26isdepositedtoathicknessthatissufflcienttopro^^^^ 
mrr; r f '"'"■'^"^ ^'^^'^^^^^ 22 and blade 10. generally on the order of abLtT2rto abo3t 300 

micrometers. AS with pnor art TBC systems, the surface of the bond coat 24 oxidizes 
layer (alumina scale) 28 to which the ceramic layer 26 chemically bonds 

S^Inl.J^"^?/"^-/°J''^'"''^"*'°"■ 24 is a nickel aluminide intermetallic of predominantly the beta (B) 

^ittS nh 1 f '^^^^ 24 is fomied using a PVD proiss. preferaSy magnetroi 

sputter phys cal vapor deposition or electron beam physical vapor deposition (EBPVD). though it is foreSle that 

2^ I ^-^'^ ♦° '"^«"«°"- «di"-te thickness fo bond coa 

far n^H f P^otectit^e underiying substrate 22 and provide an adequate supply of rminum 

So?9 Th™°f"' H o^r.*'"'"^'""" '° *° 125 micrometers are believed Jo be suiLJe 

VV , oo P'^^f ""^^ techniques are preferably carried out to reduce the diffusion of the bond coat 24 into the 
'"kT? f. n'^'^'^^'"' ''^"^ "'^t 24 results in virtually no diffusion between the L^d coat 24 a^d 

a very thin drffusion zone of not more than about five micrometers, typically about 2.5 to 5 micrometers mav Sevetoo 
A preferred heat treatment is conducted at about ISOO-F (about 980»C) for about two to four Zi^ ^an inert altos': 

atr^^a sfa.: 2I as essTnrr"'- *''i""'"'' °' P™-"*- ^ forma«on1;°he 

alumina scale 28 as essenUally pure aluminum oxide, promotes the slow growth of the protective alumina scale 28 
during service, reduces the formation of voluminous nonadherent oxides at L bond c«at 'eram c TayerT^^^^^ 
nn.r^-? l^""^^''^'^ ''^ ^^"'"^^^ ^"""9 refurbishment of the TBC Sm 20 Ac^ord- 

^Si^oSwerusrd^^^'^^^^ 

[0020] According to this invention, improving the creep strength of a predominantly p-phase NiAl bond coat has a 
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significant effect on the spallation resistance of a ceramic layer adhered to the bond coat to form a TBC system. Further 
improvements In spallation resistance can be achieved with this invention with further alloying additions to improve the 
oxidation resistance of the bond coat, "peg" the alumina scale that forms on the bond coat» getter impurities in the bond 
coat, and increase the fracture resistance of the bond coat. The NIAI bond coat 24 contains nickel and aluminum, 

5 preferably with an aluminum content of about 30 to 60 atomic percent to attain the p-phase NiAl intermetallic. In addition, 
the bond coat 24 contains chromium, titanium, tantalum, silicon and/or calcium, the presence of which has been shown 
to promote the spallation resistance of the ceramic layer 26. More particularly, the bond coat 24 preferably contains 
chromium, titanium and/or tantalum to promote the creep strength of the bond coat. For NiAl compositions of this 
Invention, additions of additions of yttrium, hafnium and/or zirconium have been shown to generate an irregular surface 

10 on the bond coat that "pegs" the desired alumina scale, and additions of calcium, yttrium, hafnium and/or zirconium 
have been shown to getter impurities in the bond coat. The NiAl Intermetallic may also contain hafnium and/or zirconium 
to further promote the creep and oxidation resistance of the bond coat. 

[0021] According to the Invention, additions of chromium, titanium, tantalum, hafnium and zirconium provide in- 
creased creep resistance In the presence of the high thermal stresses generated in TBC bond coats. This improvement 

15 has been shown to be the result of solid solution and precipitation strengthening from fine a-Cr phases or p* Heusler 
phases dispersed within the p-phase of the bond coat, and is believed to sufficiently increase the strength of the bond 
coat to limit the creep deformation and rumpling of the bond coat surface, which this invention has determined to 
contribute to early failures of conventional bond coat materials. Limited additions of gallium and/or Iron can also be 
made to the NiAl Intermetallic to promote the fracture resistance of the bond coat. 

20 [0022] Chromium is believed to be a particularly useful alloy addition to NiAl bond coats of this Invention. As well as 
increasing strength, chromium additions are believed to help maintain the stability of the p-phase, improve corrosion 
resistance of the bond coat, and lower the coating growth rate caused by Interdiffusion with the substrate. Sufficient 
additions of chromium to p-phase NiAl have been shown by this invention to enhance the high temperature retention 
of the p-phase and maintain Its composition (higher aluminum contents) in spite of the driving forces for the diffusional 

25 loss of aluminum to the substrate during high temperature operation. The additions of the other creep-strengthening 
elements are also believed to lower self-diffusion rates within the coating to provide increased coating composition 
and p-phase stability. In the event of spallation, the added chromium also helps to guard against corrosion attack. 
[0023] Notably, the diffusion of chromium, titanium and tantalum from superaltoy substrates into prior art bond coats 
has been viewed as detrimental to spallation resistance on the basis of encouraging the growth rate of aluminum oxide 

30 and nonadherent oxides at the bond coat-ceramic layer interface. U.S. Patent Application Serial No. 08/932,304 to 
Darolia specifically cites these elements for this reason. Nonetheless, the present Invention intentionally alloys a p- 
phase NiAl bond coat with these elements to unexpectedly Improve spallation resistance of a TBC system. 
[0024] Yttrium, hafnium and zirconium in the NiAl coating composition of this Invention preferentially oxidize at the 
coating surface, forming "pegs" that increase the mechanical integrity of the alumina scale that forms on the coating. 

35 These pegs create an Irregular or roughened surface that Increases the extrinsic resistance to crack propagation at 
the bond coat-TBC Interface by providing a tortuous crack path. Finally, additions of calcium, hafnium, zirconium and 
yttrium serve to scavenge impurity atoms such as sulfur, potassium and carbon that decrease interface cohesion. 
[0025] Broad and narrower ranges for individual constituents of the bond coat 24 are stated In atomic percents in 
Table I below. 

40 

TABLE I 



45 



50 



55 





Broad 


Narrower 


Preferred 


Aluminum 


30-60% 


35-55% 


35-50% 


Chromium 


To 25% 


0.5-25% 


0.5-15% 


Titanium 


To 5% 


0.1-5.0% 


0.1-5.0% 


Tantalum 


To 5% 


0.1-5.0% 


0.1-3.0% 


Silicon 


To 5% 


0.1-5.0% 


0.1-2.0% 


Calcium 


To1% 


0.01-1.0% 


0.01-1.0% 


Hafnium 


To 2% 


0.01-2.0% 


0.01-2.0% 


Iron 


To1% 


0.02-0.5% 


0.02-0.5% 


Yttrium 


To 1% 


0.01-1.0% 


0.01-1.0% 


Gallium 


To 0.5% 


0,02-0.2% 


0.02-0.2% 


Zirconium 


To 0.5% 


0.01-0.5% 


0.01-0.5% 


Nickel 


Balance 


Balance 


Balance 



[0026] During an investigation leading to this invention, 7% yttria-stabillzed zirconia (YSZ) was deposited by EBPVD 
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to a thickness of about 125 micrometers on single-crystal NiAI-based specimens whose compositions are indicated in 
Tables II and III. All specimens contained about 50 atomic percent nickel. As Indicated in Table II. specimen D5 was 
essentially stoichiometric NiAl with no intentional alloying additions, specimens D91A and D138 contained zirconium 
in accordance with U.S. Patent Application Serial No. 08/932.304 to Darolia, while the remaining specimens were 
alloyed to contain two or more of chromium, titanium, gallium and hafnium. Surface preparation of the specimens prior 
to deposition of the YSZ TBC included chemical milling (Specimens D5, D91A and D138) and chemical milling plus 
vapor honing (remaining specimens) according to standard practices for these processes. The tests entailed furnace 
cycle testing (FCt) at 2075°F (about 1135°C). 2125°F (about 1163°C) and 2150°F (about 1175°C). each of which 
entailed 45 minutes at peak temperature in a one-hour thermal cycle. The life of individual specimens is identified in 
Tables 1 1 and III by the number of cycles completed prior to spallation of 20% of the surface area, as well as the percent 
of surface area spalled at the time of "failure." "+" indicates a test in progress before sufficient spallation occurred to 
constitute a failure. The data in Table III are for specimens tested at 2125°F, but whose results are estimated for 2150'*F 
based on known knock-down factors. 



TABLE 11 



SPECIMEN 


2075° F FCT 


2150°F FCT 


(atomic %) 


LIFE 


% SPALLED 


LIFE 


% SPALLED 


D5: 


80 


96 


40 


40 


(50AI) 


120 


70 


40 


100 




140 


62 


60 


96 


D91A: 


2820 


24 


700 


24 


(49:5AI-0.5Zr) 


4000 


26 


760 


20 




4200 


20 


760+ 


13+ 


D138: 


5920+ 


0+ 


1620 


28 


(49.9AI-0.1Zr) 


5920+ 


0+ 


1700 


50 




5920+ 


0+ 


1740 


26 


D176: 






1540+ 


0+ 


(49,45AI-0.5Hf- 






1940 


25 


0.05Ga) 






1940 


22 








2060 


33 


D218: 






1540+ 


0+ 


(48.3AI-1.0TI- - 






2360+ 


3+ 


0.5Hf-0.2Ga) - 






2360+ 


1 + 








2360+ 


1 + 



TABLE III 



SPECIMEN (atomic %) 


ESTIMATED LIFE 


2150°F FCT % SPALLED 


D200: 


1940+ 


0+ 


(49.5AI-0.5Hf) 


1704+ 


0+ 


AFD2: 


1976+ 


0+ 


(48.5AI-1.0Cr-0.5Hf) 


1976+ 


0+ 


AFS8 






(47.15AI-2.0Cr- 


1500+ 


0+ 


0.25Fe-0.5Hf-0.1Y) 


1059+ 


0+ 


AFN16 






(48.05AI-0.75Ti- 


1976+ 


0+ 


0.5Cr-0.5Hf-0.2Ga) 


1976+ 


0+ 


D219 






(44.3AI-5.0Ti- 


1976+ 


0+ 


0.5Hf-0.2Ga) 


1976+ 


0+ 



[0027] The above results evidence that specimens alloyed with chromium and titanium performed exceptionally well 
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compared to those of the prior art, e.g., stoichiometric NiAl containing about 50 atomic percent aluminum and no other 
additional alloying elements. In general, the data was concluded to suggest that Increasing the creep strength and 
modifying the bond coat surface with additions of chromium, titanium, zirconium and/or hafnium increase the thermal 
cycle spallation resistance. The best results have thus far been achieved with the D218 specimen with the addition of 

5 about 1 atomic percent titanium. This Is believed to be attributable to a significant increase in strength achieved with 
the addition of titanium, thereby making the NiAl intermetallic less prone to creep deformation under high thermal 
stresses developed during high temperature excursions. In addition, the percentage spalled indicates that the rate at 
which spallation occurs for the D218 specimens tested at 2150°F is lower than the other specimens, evidencing a 
more tenacious bond between the alumina scale and NIAI substrate. Notably, such a result is obtained though titanium 

10 is known to reduce oxidation resistance in aluminum-containing compositions. Accordingly, the improved spallation 
resistance of D218 was unexpected, and was attributed to the ability of titanium to increase creep resistance. 
[0028] Figure 3 graphically illustrates the relative fumace cycle test spallation performance benefits achieved by 
alloying NiAl intermetallics for creep resistance in accordance vyith this invention. The results are for specimens D5, 
D91A, D138, D176 and D218 of Table II. The error bars represent a spread of two standard deviations in the data 
plotted. Creep strength of the materials generally increases from left to right. Figure 3 shows a life difference for spec- 
imen D218 of nearly 50 times over stoichiometric NiAl resulting from the creep strength increase and interface modi- 
fication which are attributed to the additions of titanium, gallium and hafnium. Testing of D218 was stopped without 
spallation, such that the life indicated in Table I and Figure 3 is seen as a lower limit for the D218 composition, and the 
full potential for this composition is yet to be fully realized. 

20 [0029] During a subsequent investigation, nickel-base superalloy specimens were coated with TBC systems that 
included NiAI-based bond coats within the scope of this invention. The superalloy was Rene N5, having a nominal 
composition, in weight percent, of Ni-7.5Co-7.0Cr-6.5Ta-6.2Al-5.0W-3.0Re-1.5Mo-0.15Hf-0.05C-0.004B-0.01Y. For 
this test, a baseline was established with eleven specimens that were prepared with platinum aluminide (PtAI) bond 
coats In accordance with known diffusion techniques. The remaining NiAl bond coats were deposited by EBPVD or 

25 sputtering to a thickness of about 1 5 to 75 micrometers, over which 7% YSZ was deposited by EBPVD to a thickness 
of about 125 micrometers. All NiAl specimens contained about 48 to 60 atomic percent nickel, and were separated 
into groups of four to six specimens. 

[0030] As Indicated in Table IV, the bond coats for one group of superalloy specimens were NIAI without alloying 
additions, and another group of specimens had NiAl bond coats alloyed with zirconium In accordance with U.S. Patent 

30 Application Serial No. 08/932,304 to Darolia. The remaining NiAI-coated groups of superalloy specimens were provided 
with bond coats alloyed with chromium, titanium, silicon, zirconium and/or hafnium. Each of the specimens was stress 
relieved by heat treating at 1800°F (about 980°C) for about two hours prior to deposition of the YSZ TBC. Spallation 
resistance of the YSZ TBCs was then evaluated by fumace cycle testing (FCT) using a peak temperature of about 
2125°F (about 11.63°C), with 45 minutes at peak temperature In a one-hour thermal cycle. The average life of each 

35 group of specimens is identified by the number of cycles completed prior to spallation of 20% of the surface area. The 
"% spalled" value Is the average percent of surface area spalled at the time the 20% limit was exceeded for only those 
specimens that exceeded the limit. Indicates a test in progress before sufficient spallation occurred to discontinue 
test. 

40 TABLE IV 



45 



50 



SPECIMEN (atomic %) 


DEPOSITION PROCESS 


2125'*F FCT 


LIFE 


% SPALLED 


39.1AI 


EBPVD 


167 


89 


40.3AI-0.049Zr 


EBPVD 


500 


45 


34,4AI-14.2Cr-0.12Zr 


EBPVD 


625 


22 


42.9AI-1.75Cr-0.25Zr 


EBPVD 


808+ 


27 


41.4Al-0.70Si-0.213Zr 


EBPVD 


748+ 


24 


45.5Al-1.04Ti-0.14Hf 


Sputter 


380 


100 


PtAI (baseline) 


Diffusion 


229 


82 



[0031] The above results Indicated that bond coats formed of NiAl intermetallic alloyed with chromium and zirconium 
and with silicon and zirconium exhibited considerably more resistance to spallation than stoichiometric NIAI. The spec- 
55 imens also exhibited significantly better spallation resistance and, very importantly, a reduced rate of spallation as 
compared to NIAI alloyed with only zirconium. All alloyed NiAl specimens performed better than the baseline PtAI bond 
coat specimens, which can be attributed to the uncontrolled presence of constituents in the bond coat as a result of 
interdiffusion with the superalloy substrate. From these results, it was concluded that additions of chromium to NIAI 
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Intermetallic not only increase FCT life, but also increase the damage tolerance of the TBC system, i.e., the spall rate 
of the TBC. 

[0032] Another benefit attributable to the addition of chromium to NiAl bond coats is evidenced in Figure 4, which 
shows bond coat growth and substrate consumption as being significantly reduced for NiAI+Cr+Zr bond coats as com- 
pared to NiAI+Zr bond coats, and even more significantly reduced when compared to NiAl bond coats containing no 
alloying additions. The graph of Figure 4 represents the normalized coating growth of NiAl bond coats and- various 
NiAI+Zr and NiAI+Zr+Cr bond coats that occurred during exposures at 2125°F (about 1163°C) due to substrate inter- 
diffusion. The data were obtained with samples whose bond coats were deposited by EBPVD on superalloy substrates, 
coated with thermal barrier coatings, iand then cycled to spallation at 2125°R The results portrayed in Figure 4 indicate 
that the thickness of the NiAl bond coats (those without additions of chromium or zirconium) increased much more 
rapidly as a result of interdiffusion than did NiAI+Zr and NiAl+Cr+Zr bond coats, with the latter group of bond coats 
exhibiting the slowest growth. These results indicate that NiAI+Cr+Zr bond coats are better able to retain the critical 
airfoil wall thickness during engine operation, and promote the repairability of airfoils as a result of less wall consump- 
tion. Notably, the NiAl+Cr+Zr specimens exhibited FCT lives of about twice that of the unalloyed NiAl specimens, 
evidencing the overall improvement in spallation resistance that can be expected when chromium and zirconium are 
both present in a NiAl bond coat. 

[0033] While the invention has been described and tested for use as a bond coat of a thermal barrier coating system, 
the protective/p-phase NiAl coating compositions of this invention are also sufficiently oxidation resistant to be suitable 
as environmental coatings. Accordingly, the scope of our invention Is to be limited only by the following claims. 



Claims 

1. A coating system on a substrate, the coating system comprising a p-phase NiAl intermetallic layer containing 30 
to 60 atomic percent aluminum and at least one element chosen from the group consisting of 0.5 to 25 atomic 
percent chromium, 0.1 to 5 atomic percent titanium, 0.1 to 5 atomic percent tantalum, 0.1 to 5 atomic percent 
silicon, 0.01 to 2.0 atomic percent hafnium, and 0.02 to 0.2 atomic percent gallium. 

2- A coating system according to claim 1 , further comprising a thermal-Insulating ceramic layer adhered to the Inter- 
metallic layer. 

3. A coating system according to claim 1, wherein the intermetallic layer further comprises at least one element 
chosen from the group consisting of 0.01 to 1 atomic percent calcium, 0.02 to 0.5 atomic percent iron, 0.01 to 1 
atomic percent yttrium, and 0.01 to 0.5 atomic percent zirconium. 

4. A coating system according to claim 1, wherein the intermetallic layer consists of, in atomic percent, 30 to 50 
aluminum, 0.5 to 15 chromium or 0.1 to 5 titanium, and 0.01 to 2 hafnium, the balance nickel. 

5- A coating system according to claim 1, wherein the intermetallic layer consists of, in atomic percent, 30 to 50 
aluminum, 0.5 to 15 chromium, and 0.01 to 0.5 zirconium, the balance nickel. 

6- A coating system according to claim 1, wherein the intermetallic layer consists of, in atomic percent, 30 to 50 
aluminum. 0.5 to 15 chromium 0.02 to 0.5 iron. 0.01 to 2 hafnium, and 0.01 to 1 yttrium, the balance nickel. 

7. A coating system according to claim 1, wherein the intermetallic layer consists of, in atomic percent, 30 to 50 
aluminum, 0.5 to 15 chromium, 0.1 to 5 titanium, 0.01 to 2 hafnium, and 0.02 to 0.2 gallium, the balance nickel. 

8. A coating system according to claim 1, wherein the Intermetallic layer consists of, in atomic percent, 30 to 50 
aluminum, 0.02 to 0.2 gallium, and 0.01 to 2 hafnium, the balance nickel. 

9. A coating system according to claim 1. wherein the intermetallic layer consists of. in atomic percent. 30 to 50 
aluminum, 0.1 to 5 titanium, 0.01 to 2 hafnium, and 0.02 to 0.2 gallium, the balance nickel. 

10. A coating system according to claim 1. wherein the intermetallic layer consists of. in atomic percent, 30 to 50 
aluminum, 0.1 to 2 silicon, and 0.01 to 0.5 zirconium, the balance nickel. 
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